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0 Capacitor and process for producing same. 

<S) A caoacitor comprising a multiplicity of needlelike metal particles (1) dispersed in a synthetic resin film (3) 

to 0.1 urn. a length 5 to 10 times the diameter and a spec.fic surface area of 30 to 100 m /gr and be.ng 
with a dielectric oxide (2) over the surface thereof. 
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BACKGROUND OF THE INVENTION 

The present invention relates to capacitors. 

Various fixed capacitors have been proposed which include aluminum electrolytic capacitors, tantalum 
capacitors, ceramic capacitors, organic film capacitors, metallized organic film capacitors, etc whereas 
capactors of smaller size and greater capacitance are further required. 

SUMMARY OF THE INVENTION 

™I h , 9 main ?f Ct ° f the PreS6nt inVenti ° n is t0 provide a ca P acitor which smaller in size, greater in 
capacitance and less costly than existing capacitors. 

Hi, J«L PreSent if T! i0n Pr0Vid6S 3 Capadt0r Which com P ris « a multiplicity of needlelike metal particles 
sXe 0 f a ,f nth6 * C reS ' n fi,m and so that the axes thereof are positioned in parallel to the 

nZTnl T a ". electrode provided <>« *ach of opposite surfaces of the synthetic resin film, the 

metal part,cles havmg a diameter of up to 0.1 urn. a length 5 to 10 times the diameter and a specific 
surface area of 30 to 100 m'/gr and being covered with a dielectric oxide over the surfacrthefeof 

The capacitor is produced by dispersing a multiplicity of needlelike metal particles in a synthetic resin 
in a molten state or in the form of a solution, the metal particles having a diameter of up to 0.1 urn. a length 
5 to 10 times the diameter and a specific surface area of 30 to 100 m*/gr and being covered with a 
d,e.ectnc oxide over the surface thereof, forming the resin having the metal particles dispersed therein into 
iTrl ' T?" 9 m ? Qnet,C f ' e,dS ° f the Same POlarity t0 the ^pective surfaces of the resin film to 
tl ir ^ ' e 1 Part ' CleS S ° <hat ^ 3X65 th6re0f are p0sitioned in parallel to *e surface of the 
resulC«lm nn9 reSm fhiS *** Pr ° Vidin9 ™ eieM ° n eaCh 0f 0pposite surfaces of the 

ih. I!!!? 6 CaP ! Cit ° r ° f * he Pr6Sent inVenti ° n - the needlelike m etal particle having its surface covered with 
the dielectnc ox.de serves as a capacitor by itself. Since a multiplicity of such needlelike metal particles are 
d.spersed as onented ,n the synthetic resin film, which is provided with the electrodes on the respective 

STSJ ^ fi ' m !? f ° rm ° f 3 Sin9 ' e ' ayer haS man * capacitors as -"W aye 

lot ZT CaP3C ' S theref ° re C ° mPaCt 3nd yet haS a 9reat c *P a <*ance. The capacitor is reduced in 
Tt ' n h T PenS,V ! materia ' S 3re US3b,e - Furth ^ore, the process for producing the capacitor 

Suced energy cost 8 °" be PraCtiCed at 3 '° wer equipment co * and 

The present invention will be described in greater detail with reference to the accompanying drawing. 

35 BRIEF DESCRIPTION OF THE DRAWING 

FIG. 1 is a diagram showing the construction of a capacitor embodying the invention. 
DESCRIPTION OF THE PREFERRED EMBODIMENTS 

di P .^° aPa f "o ShOW u F,G - 1 connpnses a multiplicity of needlelike metal particles 1 covered with a 

o ov e d2n°n X 't h e OV6 7 6 Sl ? aCe diSP6rSed 35 ° riented in 3 s y nthetic resin « lm 3, and electrodes 4 
provided on the respective surfaces of the resin film 3. 

an ,-.I he l6lik I m6tal PartideS 1 h3Ve 3 di3meter 0f up t0 01 um - a len 9 th 5 to 10 times the diameter 
^,! P T SU t rfaCearea 0f 30 to 100 and can be obtained easily, for example, by reducing needte 

oaSfs ° r hydr ° Xide ' ^ diameter - ' en9th and S P ecific surface araa of needle-like metal 

s^cU ZSSL" ^ ab0VG beC3USe " dimenSi ° ned 0therWiSe ' metal partic,es ™ » give a 

ti^tTrt T'T* °\ 3 ° Xide ' n y droxide or tn e like which are up to 0.1 urn in diameter. 5 to 10 

times the d.ameter in length and 30 to 100 m*/gr in specific surface area can be prepared by neutralizing 

of causTln 0 Tr ° f ^ T' SUCh 35 ir °" SU,,ate ' ir ° n Chl0ride or iron nitrate ' ^'an aqueous sotton 
wh^h a L ? °T 3 hydr ° Xide Wh,le introducin 9 air into the neutralization system. Need.e crystals 
which are uniform in shape and size can then be obtained. ^y*ia's 

Examples of useful metals are iron, cobalt, nickel, chromium, copper, etc 
Examples of dielectric oxides 2 having a great dielectric constant are Si0 2 , Ti02 PbO etc 
nrJ,^ f 1 "? 3065 ° f needle,ike meta » Particles 1 are covered with a coating of dielectric' oxide 2 having a 
great d.electnc constant by dipping the metal particles in a solution of an organic Si compound, organic Ti 
compound, organic Pb compound or the like, drying the particles and thereafter heating me particles at a 
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high temperature. 

The needleiike metal particles 1 thus obtained, i.e., those having a diameter of up to 0.1 urn, a lengtn 5 
to 10 times the diameter and a specific surface area of 30 to 100 m 2 /gr and covered with the dielectric 
oxide 2, can be fixed as dispersed in the synthetic resin film 3 and as so oriented that the axes of the 
5 particles are positioned in parallel to the film surface, by dispersing the metal particles 1 in a film forming 
synthetic resin in a molten state or in the form of a solution, thereafter forming the resin into a thin film of 
desired thickness, applying magnetic fields of the same polarity, i.e., those of N-N pole or S-S pole, to the 
respective surfaces of the thin film before the film solidifies to orient the particles 1 horizontally, and 

thereafter solidifying the thin film. 

to Examples of useful film forming synthetic resins are epoxy resin, polyurethane resin, polyvinyl alcohol, 
polyvinyl butyral, ethyl cellulose, acrylic polymer, etc. Such resin is usable as it is, or when required, a 
solvent, plasticizer, dispersant, etc. can be added to the resin so that the resin can be formed into a film 
efficiently with the metal particles dispersed therein satisfactorily. Examples of useful solvents are acetone, 
toluene, methyl ethyl ketone, methanol, ethanol, water, etc. Examples of useful plasticizers are polyethylene 

15 glycol, phthalic acid esters and the like. Examples of dispersants usable are those conventionally used, 
such as glycerin, ethyl oleate and monooleic acid glycerin. 

The film forming synthetic resin in a molten state or in the form of a solution is made into a thin film 
generally with use of a doctor blade. Although it is suitable that the film be 4 to 5 urn in thickness for use in 
single-layer capacitors, the thickness is not limited to this range. 

20 The synthetic resin is solidified at a temperature which is suitable therefor and which is usually in the 
range of room temperature to 120° C. There is no need for a high temperature. 

The electrodes can be provided on the respective surfaces of the solidified film by a known method 

such as plating or thermal bonding. 

The present invention will be described in greater detail with reference to the following examples, 

25 which, however, in no way limit the present invention. 
Example 

An aqueous solution of ferrous sulfate was neutralized with an aqueous solution of caustic soda to form 
ferrous hydroxide while bubbling air through the neutralization system, whereby needle crystals of goethite 
(FeOOH), uniform in shape and size, were obtained. The product was reduced with hydrogen, giving 
needlelike iron particles which were 0.01 urn in diameter, 0.1 urn in length and 50.7 m 2 /gr in specific 

surface area. ^ . . ... " 

The particulate iron was immersed for 1 hour in a solution (concentration 3%) prepared by diluting an 
organosilicone compound (ATORON Nsi500, product of Nippon Soda Co., Ltd.) with an acetic acid ester, 
then dried and thereafter heated at about 600° C for 2 hours to obtain needlelike iron particles coated with 
Si0 2 . 

Table 1 shows the magnetic characteristics of these particles. 
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1 22 emu/gr 


or 


61 emu/gr 


ar/oS 


0.50 



The coated particulate iron was dispersed in a liquid epoxy resin, which was then formed into a 1 -urn- 
thick film using a doctor blade. With magnetic fields of N-N pole applied to the respective surfaces of the 
so film to orient iron particles horizontally, the film was cured at 100 to 120° C. The cured film, 1 urn in 
thickness, had the particles as oriented horizontally in 60 to 100 layers. 

Twelve pieces of the film were laminated with a comb-shaped electrode interposed between the 
adjacent layers, a paste containing a copper-nickel alloy as an electrode material was applied to opposite 
surface of the laminate and dried, and the resulting laminate was heated at 600° C to form external 
55 electrodes. The laminate thus prepared was about 1.5 mm in thickness. 

The product was cut into chips measuring 3.2 ± 0.2 mm x 1.6 ± 0.2 mm, and the chips were tested for 
characteristics with the result listed in Table 2, which also shows the result obtained by similarly testing 
conventional ceramic laminate capacitors of the same size as the chip. 
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Table 2 





Capacitance 


Product of invention 
Conventional product 1 
Conventional product 2 


100 uF 
10 uF 
1 UF 
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Table 2 reveals that the capacitor of the invention has 10 to 100 times the capacitance of the 
conventional ceramic laminate capacitors of the same size as the former. 
The abbreviation "gr" means gramm throughout the specification and claims. 

Claims 

1. A capacitor comprising a multiplicity of needlelike metal particles dispersed in a synthetic resin film and 
so oriented that the axes thereof are positioned in parallel to the surface of the film, and an electrode 
provided on each of opposite surfaces of the synthetic resin film, the metal particles having a diameter 
of up to 0.1 urn, a length 5 to 10 times the diameter and a specific surface area of 30 to 100 m 2 /gr and 
being covered with a dielectric oxide over the surface thereof. 

2. A capacitor as defined in claim 1 wherein the needlelike metal particles are prepared by reducing 
needle crystals of a metal oxide or hydroxide. 

3. A capacitor as defined in claim 1 wherein the needlelike metal particles comprise a metal selected from 
the group consisting of Fe, Co, Ni, Cr and Cu. 

4. A capacitor as defined in claim 1 wherein the sythetic resin film comprises a substance selected from 
the group consisting of epoxy resin, polyurethane resin, polyvinyl alcohol, polyvinyl butyral, ethyl 
cellulose and acrylic polymer. 

5. A capacitor comprising a multiplicity of needlelike metal particles dispersed in each of a plurality of 
superposed synthetic resin films and so oriented that the axes thereof are positioned in parallel to the 
surface of the film, and an electrode provided on each of opposite surfaces of each synthetic resin film, 
the metal particles having a diameter of up to 0.1 urn, a length 5 to 10 times the diameter and a 
specific surface area of 30 to 100 m 2 /gr and being covered with a dielectric oxide over the surface 
thereof. 
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A process for producing a capacitor characterized by dispersing a multiplicity of needlelike metal 
particles in a synthetic resin in a molten state or in the form of a solution, the metal particles having a 
diameter of up to 0.1 urn, a length 5 to 10 times the diameter and a specific surface area of 30 to 100 
m 2 /gr and being covered with a dielectric oxide over the surface thereof, forming the resin having the 
metal particles dispersed therein into a thin film, applying magnetic fields of the same polarity to the 
respective surfaces of the resin film to thereby orient the metal particles so that the axes thereof are 
positioned in parallel to the surface of the resin film, curing the resin film in this state, and providing an 
electrode on each of opposite surfaces of the resulting film. 
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